Permanent Painting

CARBON BLACK

This is an extremely fine pigment stronger than
lamp black and intensely black, in fact, in blackness
it compares favorably with ivory black. It is per-
manent, and does not affect any other pigment with
which it may be mixed. Its great strength (tinctorial
power) can be shown very easily as follows: if one
takes one part of carbon black and twenty parts of
permanent white and mixes them together, the result
will be a black which will approximate the shade of
lamp black. In other words, it has such intense color-
ing properties that it stains every other color with
which it may be mixed. Although it is absolutely
harmless under all circumstances, it is no better than
ivory black and possesses a number of disadvantages.
It is an extremely poor drier and retards the drying
of every other pigment with which it may be mixed,
so that ivory or bone black should be used in place of it.

CARMINE

Carmine is the coloring matter of the cochineal bug
which is mordanted or fastened by means of alum. It
is an intensely brilliant red, translucent and works
well and dries fairly well, but it is exceedingly fugi-
tive, and is not only bleached by the action of sunlight,
but is destroyed by many of the metallic pigments.
There is no effect that can be produced with carmine
that cannot be produced with the madder lakes, and
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